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(57) A catalyst for deep desulfurization of a mineral 
oil corresponding to kerosene , comprisin g a n Ickel com- 
ponent of nickel and nickel oxide, zinc oxide, and alu- 
minum oxide, wherein the content of the nickel compo- 
nent in temis of nickel oxide Is from 5 to 25% by weight 
and the content of the zinc oxide is from 30 to 70% by 
weight each based on the total of the content of the nick- 
el component in terms of nickel oxide, the content of the 
zinc oxide, and the content of the aluminum oxide, the 
nitrogen monoxide adsorption of the catalyst at 1 kg/cm^ 
(9.80x1 0-2 MPa) and 40**C after hydrogen reduction at 
360°C is 4.0 ml/g or more in terms of standard-state, 
and the catalyst has a specific surface area of from 1 0 
to 300 m^/g; the deep desulfurization catalyst, which is 
obtained by carrying out an activation treatment in the 
presence of hydrogen at a temperature of from 200 to 
400**C and a pressure of from 1 to 20 kg/cm^ (9,80 x 1 0-2 



to 1 .96 MPa); a process for producing the deep desul- 
furization catalyst, comprising mixing a basic substance 
with each of an aqueous solution of a water-soluble nick- 
el metal salt and an aqueous solution of a water-soluble 
zinc metal salt or with a mixed aqueous solution thereof 
to thereby form precipitates separately or simultaneous- 
ly, and mixing the precipitates with aluminum oxide or 
an aluminum oxide precursor, followed by molding and 
burning; and a method of deep desulfurization, compris- 
ing bringing a mineral oil con-esponding to kerosene into 
contact with hydrogen in the presence of the above deep 
desulfurization catalyst at a temperature of from 200 to 
400°C, a pressure of from 1 to 20 kg/cm^ (9.80X10-2 to 
1 .96 MPa), and an LHSV (liquid hourly space velocity) 
of from 0.1 to 5. 
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Description 

TECHNICAL FIELD 

5 [0001 ] The present invention relates to a catalyst for deep desulfurization of a mineral oil corresponding to kerosene, 
a production process thereof, and a deep desulfurization method using the catalyst. More particularly, the present 
invention relates to a deep desulfurization catalyst usable for deep desulfurization conducted as a step of pretreating 
a mineral oil which corresponds to kerosene and is to be subjected to steam refomning reaction, and to a production 
process thereof and a deep desulfurization method using the catalyst. 

10 

BACKGROUND ART 

[0002] Processes for hydrogen production include water electrolysis: which has been known from long ago, and 
techniques proposed recently, such as the partial oxidation of light hydrocarbons and autothennal reforming (ATR). 
15 However, a steam reforming process Is suitable for small hydrogen generators and fuel cell systems because it is a 
relatively inexpensive process for hydrogen production excellent in handleability 

[0003] Since steam reforming catalysts are generally apt to be poisoned by sulfur compounds, it is necessary to 
desulfurize (pretreat) feedstock hydrocarbons beforehand. Because of this, hydrocarbons having a low sulfur content 
or lighter-than-naphtha hydrocarbons, which are readily desulfurized, have been mainly used so far. However, since 
20 hydrocarbons such as naphthas are not on general market, use thereof has a problem concerning availability to small 
consumers possessing small hydrogen production apparatus or possessing hydrogen generation apparatus for fuel 
cell systems. Furthermore, it is said that such hydrocarbons have a problem concerning handleability because of their 
high volatility, etc. 

[0004] Recently, clean energies are increasingly expected from the standpoint of environmental preservation, and 
25 there is a desire for a technique for producing hydrogen from a raw fuel excellent In availability, handleability, and 
profitability. Although desulfurization to several hundred ppb or lower is required because steam reforming catalysts 
are readily poisoned, it is exceedingly difficult to deeply desulfurize mineral oils corresponding to kerosene because 
they contain aromatic sulfur compounds, I.e., so-called non-desulfurizable compounds. In particular, some small hy- 
drogen production apparatus and fuel cell systems have no hydrogen purification unit because apparatus miniaturiza- 
30 tion is indispensable thereto. It is therefore necessary to design a catalyst on the supposition of cases where the 
hydrogen to be used for desulfurization contains carbon dioxide, eta In the case of using hydrogen in which carbon 
dioxide is present, there is the higher possibility of posing problems, for example, that temperature control becomes 
difficult due to heat of reaction because the methanation reaction of these proceeds besides desulfurization reaction. 
[0005] Furthermore, even when a mineral oil corresponding to kerosene can be desulfurized to a several hundred 
35 ppb level with a conventional catalyst under such operation conditions as to give an elevated degree of desulfurization, 
then this process has problems of the possibility of kerosene alteration (yellowing, efc), catalyst powdering, hydrogen 
sulfide leakage to the downstream side, high reaction pressure, efc. Under these circumstances, it is desired to develop 
a desulfurization catalyst having even higher perfomiance while taking account of simplification of apparatus consti- 
tution and long-term stable operation. 

40 

DISCLOSURE OF THE INVENTION 

[0006] An object of the present invention is to provide a deep desulfurization catalyst having such activity and strength 
that a mineral oil corresponding to kerosene can be deeply desulfurized to 0.1 wt. ppm {= 1 00 wt. ppb) or lower under 
45 relatively low-pressure conditions even with hydrogen containing carbonic acid gas while inhibiting methanation reac- 
tion and preventing oil alteration and that long-term stable operation is possible, a process for producing the catalyst, 
and a method of deep desulfurization using the same. 

[0007] The present invention relates to a catalyst for deep desulfurization of a mineral oil con-esponding to kerosene, 
comprising a nickel component of nickel and nickel oxide, zinc oxide, and aluminum oxide, 
so wherein the content of the nickel component in terms of nickel oxide is from 5 to 25% by weight and the content 

of the zinc oxide is from 30 to 70% by weight each based on the total of the content of the nickel component in terms 
of nickel oxide, the content of the zinc oxide, and the content of the aluminum oxide, 

the nitrogen monoxide adsorption of the catalyst at 1 kg/cm^ (9.80x10*2 ^pa) and 40*C after hydrogen reduction 

55 at 360°C is 4.0 ml/g or more in temns of standard-state, and 

the catalyst has a specific surface area of from 10 to 300 rr^/g. 

[0008] Furthermore, the present invention relates to the above deep desulfurization catalyst, which is obtained by 
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.carrying out an activation treatment in the presence of hydrogen at a temperature of from 200 to 400»C and a pressure 
of from 1 to 20 kg/cm^ (9.80x10-2 to 1 .96 IVlPa). 

[0009] Moreover, the present invention relates to a process for producing the above deep desulfurization catalyst, 
comprising mixing a basic substance with each of an aqueous solution of a water-soluble nickel metal salt and an 
5 aqueous solution of a water-soluble zinc metal salt or with a mixed aqueous solution thereof to thereby fomn precipitates 
separately or simultaneously, and mixing the precipitates with aluminum oxide or an aluminum oxide precursor, followed 
by molding and burning. 

[0010] Also, the present invention relates to a method of deep desulfurization, comprising bringing a mineral oil 
corresponding to kerosene into contact with hydrogen in the presence of the above deep desulfurization catalyst at a 
10 temperature of from 200 to 400°C, a pressure of from 1 to 20 kg/cm2 (9.80x10-2 to 1.96 MPa), and an LHSV (liquid 
hourly space velocity) of from 0.1 to 5. 

BEST MODE FOR CARRYING OUT THE INVENTION 

t5 [0011] The present invention will be explained below in detail. 

[0012] The present inventors made intensive investigations in order to accomplish the above objects. As a result, 
they have found that a mineral oil corresponding to kerosene can be deeply desulfurized to a sulfur content of 0.1 ppm 
or lower by using a catalyst which is obtained through the step of subjecting a water-soluble nickel metal salt and a 
water-soluble zinc metal salt as raw materials to precipitation from a base solution, the step of mixing the precipitates 
, 20 with aluminum oxide or an aluminum oxide precursor, and a burning step and which comprises nickel or nickel oxide, 
zinc oxide, and aluminum oxide in specific amounts, has a specific nitrogen monoxide adsorption at ordinary pressure 
and 40°C after hydrogen reduction at 360*^0, and has a specific surface area in a specific range. The present invention 
has thus been completed. 

S5 Catalyst Composition: 

[0013] The deep desulfurization catalyst of the present invention comprises three components, i.e.. a nickel compo- 
nent of nickel and nickel oxide, zinc oxide, and aluminum oxide. 

[0014] The content of the nickel component in temns of nickel oxide is from 5 to 25% by weight, preferably from 5 to 

so' 20% by weight, and especially preferably from 10 to 18% by weight, based on the total of the content of the nickel 
component in terms of nickel oxide, the content of the zinc oxide, and the content of the aluminum oxide. The nickel 
component serves to react the sulfur compounds contained in a mineral oil corresponding to kerosene (hereinafter, 
this mineral oil is referred to as "kerosene") with hydrogen to convert them into hydrogen sulfide. When the content 
thereof is 5% by weight or higher, preferred desulfurization performance is obtained. When the content thereof is 25% 

35 by weight or lower, the nickel component has a higher degree of dispersion to enable the catalytic performance to be 
sufficiently exhibited. The proportion of nickel to nickel oxide in the nickel component is not particularly limited. 
[001 5] The content of the zinc oxide is from 30 to 70% by weight, preferably from 40 to 70% by weight, and especially 
preferably from 50 to 70% by weight, based on the total of the content of the nickel component in temns of nickel oxide, 
the content of the zinc oxide, and the content of the aluminum oxide. The zinc oxide serves to property maintain an 
-\ 40 oxidized state of the nickel and to trap hydrogen sulfide being generated. Consequently, when the content thereof is 
30% by weight or higher, these performances can be sufficiently exhibited and methanation is inhibited to thereby 
sufficiently Inhibit hydrogen sulfide leakage. When the content thereof is 70% by weight or lower, the nickel component 
and the aluminum component which will be described below are present in appropriate amounts to enable the catalytic 
performance to be sufficiently exhibited. 

45 [0016] Aluminum oxide functions not only to increase the specific surface area to thereby facilitate the contact of the 
catalyst (active sites) with a kerosene and hydrogen (improve the catalyst effectiveness factor) but also to maintain 
strength. The content of the aluminum oxide is preferably from 5 to 65% by weight, more preferably from 1 0 to 65% 
by weight, and most preferably from 20 to 50% by weight, based on the total of the content of the nickel component in 
ternis of nickel oxide, the content of the zinc oxide, and the content of the aluminum oxide. By regulating the content 

so thereof to 5% by weight or higher, sufficient strength and a sufficient catalyst effectiveness factor are obtained. When 
the content thereof is 65% by weight or lower, the nickel component and zinc oxide are present in appropriate amounts 
to enable the catalyst performance to be sufficiently exhibited. 

[0017] The deep desulfurization catalyst of the present invention, after hydrogen reduction in which from 50 to 500 
mg of the catalyst Is held at 360'»C for 2 hours while passing hydrogen therethrough, has a nitrogen monoxide adsorption 
55 at 40°C of 4 ml/g or more, preferably from 4.0 to 7.0 ml/g. and especially preferably from 5.0 to 6.7 ml/g. in tenms of 
standard-state (standard temperature and pressure: stp) adsorption. By regulating the nitrogen monoxide adsorption 
to 4 ml/g or more, sufficient desulfurization activity can be obtained. The nitrogen monoxide adsorption may be regarded 
as a measure of the amount of active sites of the desulfurization catalyst. It is reasonable to select carbon monoxide 
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as a probe (probe molecule) for catalysts which function in a metallic state. However, for catalysts in which the oxidized 
state is difficult to specify like the catalyst of the present invention, it is more practical to select nitrogen monoxide, 
which Is adsorbable even to active sites having a relatively highly oxidized state, as a probe (e.g., Suzuki, Yoshizawa. 

et a/., Journal of the Japan Institute of Energy, Vol. 74, p, 806 (1995)). 

[0018] The specific surface area is from 1 0 to 300 m^/g, more preferably from 30 to 250 m^/g, and most preferably 
from 40 to 200 m^/g. The specific surface area is measured by the BET method and expressed as a BET specifk; 
surface area (Braunauer-Emmett-Tailor specific surface area). 

Methods of Catalyst Preparation: 



[0019] Various methods such as the impregnation method, precipitation method, coprecipitation method, kneading 
method and the like can be used for catalyst preparation. However, the precipitation method and coprecipitation method 
are most preferred because the catalyst of the present invention produced by these methods Is apt to sufficiently exhibit 
its performance. 

15 [0020] Preferred examples of catalyst preparation methods include a process for producing the deep desulfurizatlon 
catalyst described above which comprises mixing a basic substance with each of an aqueous solution of a water- 
soluble nickel metal salt and an aqueous solution of a water-soluble zinc metal salt or with a mixed aqueous solution 
of both to thereby forni precipitates separately or simultaneously, and mixing the precipitates with aluminum oxide or 
an aluminum oxide precursor, followed by molding and burning. 

20 [0021] An embodiment of the preferred catalyst preparation method comprises preparing, for example, a mixed aque- 
ous solution of a water-soluble zinc salt and a water-soluble nickel salt, dropping thereinto an alkaline water as a basic 
substance, sufficiently evenly mixing the resultant precipitate, and mixing this precipitate with aluminum oxide or an 
aluminum oxide precursor, followed by molding and burning. 

[0022] Alternatively, the method may be a method which comprises dropping an alkaline water as a basic substance 
25 into each of an aqueous solution of a water-soluble zinc salt and an aqueous solution of a water-soluble nickel salt, 
sufficiently evenly mixing the resultant precipitates, and mixing the precipitate mixture with aluminum oxide or an alu- 
minum oxide precursor, followed by molding and burning. 

[0023] When compositions equal to the nickel precipitate and zinc precipitate are available, the same performance 
is obtained also by sufficiently mixing these compositions with aluminum oxide or an aluminum oxide precursor, followed 

30 by molding and burning. 

[0024] Examples of the water-soluble nickel salt include easily available water-soluble nickel salts, such as nickel 
nitrate, nickel chloride, nickel acetate and the like. Examples of the water-soluble zinc salt include Inorganic zinc, such 
as zinc nitrate, zinc borate, zinc chloride, zinc acetate and the like, and organic zinc. As the aluminum oxide, y-alumina 
is most prefen-ed. The specific surface area of the aluminum oxide is preferably from 1 00 to 350 m2/g, more preferably 

35 from 150 to 300 m2/g, and most preferably from 1 80 to 250 m2/g. With respect to the particle size, aluminum oxide 
powder which passes through a 100-mesh screen is preferred and one which passes through a 150-mesh screen is 
more preferred. Aluminum oxide powder which passes through a 180- to 200-mesh screen is easiest to handle, 
[0025] The aluminum oxide precursor may be one which becomes aluminum oxide upon burning. Examples thereof 
Include aluminum hydroxide, aluminum isopropoxide, and the like. Incidentally, aluminum isopropoxide can be con- 

40 verted to aluminum oxide by dissolving it in a solvent, e.g., ethylene glycol, hydrolyzing and condensation-polymerizing 
the aluminum isopropoxide using an acid or base as a catalyst, and then burning the reaction product (alkoxide method). 
[0026] Aluminum hydroxide can be preferably used as the aluminum oxide precursor. With respect to the particle 
size, aluminum hydroxide powder which passes through a 1 00-mesh screen is pretended and one which passes through 
a 150-mesh screen is more preferred. Aluminum hydroxide powder which passes through a 180- to 200-mesh screen 

45 is easiest to handle. 

[0027] For molding, a known method can be preferably selected, such as extruding, punching, press molding or the 
like. A shape suitable for the reactor and operation conditions can be selected, such as a cylindrical shape, Raschig 
ring, hollow shape, spherical shape or the like. For punching, an organic substance or inorganic compound can be 
added as a binder. 

50 [0028] Examples of the basic substance include chlorides, sulfates, carbonates, and similar compounds of alkali 
metals or alkaline earth metals, ammonia, organic amines, and the like. Preferred are basic carbonates such as am- 
monium carbonate, sodium carbonate, and calcium cartDonate and ammonia. More prefen-ed are ammonium carbonate 
and ammonia. A combination of ammonium carbonate and ammonia is especially preferred. When ammonium car- 
bonate and ammonia are used in combination, they are used in a proportion in the range of preferably from 1 :9 to 9: 

55 1 , especially preferably from 2:8 to 8:2. 

[0029] The basic substance may be added as it Is to the aqueous solution of a water-soluble nickel metal salt and 
that of a water-soluble zinc metal salt or to the mixed aqueous solution of these. Alternatively, the basic substance 
may be added in the fomn of an aqueous solution. However, it is preferred to add the basic substance in the form of 
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aqueous solution. 

[0030] The precipitates are preferably dried before being mixed with aluminum oxide or an aluminum oxide precursor. 
Methods for drying are not particularly limited, and various drying methods are applicable. Although the drying tem- 
perature also is not particularly limited, it is preferably from 80 to 1 40°C. The drying time is preferably from 1 to 24 hours. 
5 [0031 J The burning temperature is preferably from 320 to 520*C, more preferably from 320 to 400'*C, and most 
preferably from 350 to 400*»C. By regulating the burning temperature to 320''C or higher, sufficient strength is obtained. 
By regulating the burning temperature to 520'C or lower, adverse influences such as sintering are diminished. Although 
the burning time is not particularly limited, 0.1 to 24 hours may be usually sufficient. 



10 Method of Desulfurizatlon: 



[0032] The catalyst of the present invention is packed into a fixed-bed reactor, which is operated at a temperature 
of from 200 to 400''C, preferably from 220 to 350»C, and most preferably from 240 to 330**C; an LHSV of from 0.1 to 
5 vol/vol h*"', preferably from 0.5 to 4 vol/vol h*"", and more preferably from 0.5 to 3 voIA^ol h-**; and a pressure of from 
15 1 to 20 kg/cm2 (9.80X 1 0-2 to 1 .96 MPa), preferably from 1 to 1 5 kg/cm2 (9.80x1 0-2 to 1 .47 MPa), and more preferably 
from 1 to 10 kg/cm2 (9,80x10-2 to 9.80x10-"' MPa). The hydrogen/kerosene volume ratio is from 30 to 300, preferably 
from 40 to 200, and most preferably from 50 to 150, in terms of standard-state ratio. 

[0033] By desulf urizing a kerosene under the conditions described above, deep desulfurization to 0.1 ppm or lower 
can be attained without causing alteration. 

20 [0034] Even when the hydrogen contains carbonic acid gas, the mineral oil corresponding to kerosene can be des- 
ulfurized. The allowable concentration of carbonic acid gas is 30 vol% or lower, preferably 25 vol% or lower, and more 
preferably 15 voi% or lower. By regulating the content of carbonic acid gas to a value within this range, the partial 
hydrogen pressure is prevented from decreasing relatively and a high degree of desulfurization is obtained. 
[0035] The deeply desulf urized kerosene actually obtained with the catalyst and desulfurization method of the present 

25 invention is colorless and transparent. 

[0036] By regulating the reaction temperature to 200'*C or higher, desired desulfurization perfomnance is obtained. 
By regulating the reaction temperature to 400^*0 or lower, kerosene alteration and the formation of by-products can be 
inhibited. There are no particular limitations on the lower limit of LHSV. However. LHSVs of 0.1 vol/vol h-'' and higher 
are prefen-ed from the standpoint of profitability because an increased efficiency of desulfurization per unit time is 

30 ' attained. By using an LHSV of 5 volA/ol h-i or lower, high desulfurization performance is obtained. With respect to 
pressure, there are no particular limitations on the upper limit. However, the practical upper limit is 20 kg/cm^ (1 .96 
MPa) from the standpoints of the cost of construction and production, etc. Furthenmore, by using a pressure of 1 kg/ 
cm2 (9.80X1 0-2 MPa) or higher, the partial hydrogen pressure is prevented from decreasing and desired desulfurization 
perfomiance can be exhibited. By regulating the hydrogen/kerosene volume ratio to 30 or higher, the amount of the 

35 oil passed per unit time is not limited. By regulating the ratio to 300 or lower, the hydrogen reacts sufficiently and the 
size of the apparatus can be reduced. 

[0037] Although the catalyst of the present invention exhibits given performances when placed in a hydrogen atmos- 
phere, it is preferable to perfomn a reduction treatment before the desulfurization treatment. By conducting a reduction 
treatment beforehand, stable catalytic activity can be obtained from the initial stage of a desulfurization reaction. A 

40 reduction treatment is preferred because the time required for the activity to reach a stationary region can be shortened 
as a result of the reduction treatment Conditions for the activation treatment (hydrogen reduction treatment) include 
a temperature of from 200 to 400'*C. preferably from 300 to 400''C, and most preferably from 330 to 380''C. When the 
temperature is 200**C or higher, it is preferable because sufficient activation is attained. The temperature is 380*»C or 
lower, it is preferable because catalyst sintering and methanation induced by excessive reduction are diminished. The 

45 pressure is from 1 to 20 kg/cm2 (9.80X10*2 to 1.96 MPa), preferably from 1 to 15 kg/cm2 (9.80x10-2 to 1.47 MPa), 
and most preferably from 1 to 10 kg/cm2 (9.80x10-2 to g.aoxiO-"" MPa). Usually, the same pressure as in the desul- 
furization is satisfactory. The amount of hydrogen to be passed is not particularly limited, and the treatment may be 
conducted at a suitable GHSV (gas hourly space velocity) in the range of from 100 to 9.000 vol/vol h*"". Although the 
reduction time varies depending on catalyst amount, reactor shape, etc. and is not detemiined unconditionally, it may 

so be from 1 to 24 hours. 

[0038] Mineral oils corresponding to kerosene which can be deeply desulfurized with the catalyst of the present 
invention are not particularly limited as long as they are mineral oils corresponding to kerosene. However, properties 
of the mineral oils corresponding to kerosene include a flash point of preferably 40**C or lower, a 95% mnning temper- 
ature, among distillation characteristics, of preferably 270*»C or lower, a sulfur content of preferably 0.008% by weight 
55 or lower, and an aromatic content of preferably 20 vol% or lower. 

[0039] The present invention will be described in more detail and explained concretely by means of Examples, but 

the scope of the present invention should not be construed as being limited by the Examples. 

[0040] Procedures for instrumental analyses of properties, etc. are summarized below prior to the Examples. 
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Measurement of Nitrogen Monoxide Adsorption: 

[0041] An automatic gas adsorption apparatus (Type R6015) manufactured by Okura RIken was used for the meas- 
urement of nitrogen monoxide adsorption. A 50 to 500 mg portion of a sample was precisely weighed out and placed 

5 in a U-shaped sample tube made of quartz or borosilicate glass (commonly called "Pyrex glass"). High-purity helium 
was passed therethrough to purge away the air. Thereafter, the sample was heated from room temperature to 360°C 
over about 1 hour while passing hydrogen. After the temperature had reached 360°C, the sample was held for 2 hours 
in a hydrogen stream and then cooled to 40°C over 1 to 2 hours while passing high-purity helium gas again. A given 
amount (0.1 ml) of high-purity nitrogen monoxide (produced by Takachiho Kagaku; research grade) was passed over 

10 the sample at that temperature, and the amount of the nitrogen monoxide remaining unadsorbed was determined with 
a thermal conductivity detector (TCD). From the adsorption at 40''C was calculated the adsorption in the standard state 



[0042] A surface area-measuring apparatus (Belsorp 28SA) manufactured by Bell Japan Corp. was used for the 
measurement of BET specific surface area. A 500 to 1,000 mg portion of a sample was precisely weighed out and 
packed into a sample tube made of quartz. The sample was heated from room temperature to 300*C over 1 hour while 
evacuating the tube to a vacuum on the order of from 1 0'"" to 1 0*^ mmHg. and was held at that temperature for 2 hours 
} 20 under reduced pressure to conduct a degassing treatment. Thereafter, the sample was cooled to room temperature 
with evacuation, and the atmosphere in the tube was replaced with high-purity helium gas. The sample thus degassed 
was precisely weighed. Thereafter, the sample was allowed to adsorb nitrogen at a liquef ied-nitrogen temperature (- 
196'C) to measure the specific surface area thereof. 

25 Sulfur Content Detemaination: 

[0043] The sulfur content of a product was determined by the Raney nickel method (minimum limit of detection, 0.1 
wt. ppm). For ascertaining the leakage of hydrogen sulfide to the downstream side, a Kitagawa's detector tube (mini- 
mum limit, 0.1 wt. ppm) was used. 

30 

EXAMPLE 1 

[0044] In 1,200 ml of ion-exchanged water were dissolved 5.8 g of nickel nitrate hexahydrate and 24.3 g of zinc 
acetate dihydrate. To this solution were added 10 wt% ammonium carbonate and 15 wt% ammonia water. Thus, a 

35 precipitate of zinc and nickel compounds was obtained. This precipitate was taken out by filtration, washed with water, 
and then dried at 120*C for 12 hours. To the precipitate obtained was added 19.6 g of -y^alumina powder. This mixture 
was sufficiently kneaded, subsequently molded with an extruder into a columnar shape having an outer diameter of 
1 .6 mm, and burned at 51 0*»C for 24 hours to obtain Catalyst A containing 5 wt% nickel oxide, 30 wt% zinc oxide, and 
65 wt% aluminum oxide. Catalyst A had a specific surface area of 248 m2/g and a nitrogen monoxide adsorption at 
J 40 40*C (STP) of 4,0 ml/g. Ten grams of Catalyst A was precisely weighed out and reduced with hydrogen at a temperature 
of 400*C and a pressure of 1 kg/cm^ (9.80X 1 0-2 MPa) for 3 hours. Subsequently, a commercial white kerosene (man- 
ufactured by Cosmo Oil Co., Ltd.; JIS #1 kerosene; sulfur content, 50 wt. ppm) was passed therethrough at a temper- 
ature of AOO^'C, a pressure of 1 kg/cm^ (9.80x10-2 MPa), and an LHSV of 0.1 volA/ol h'"'. The hydrogen/kerosene ratio 
(vol/vol at STP) was regulated to 300. For the desulfurization was used hydrogen containing 15 vol% carbonic acid 

45 gas. After 500-hour reaction, the deeply desulfurized kerosene had a sulfur content of 0.1 wt. ppm or lower and this 
deeply desulfurized kerosene was colorless and transparent. During the desulfurization reaction, no leakage of hydro- 
gen sulfide to the downstream side was observed and almost no methane generated. After completion of the reaction, 
the catalyst was taken out and, as a result, no cracks were observed. 

so EXAMPLE 2 

[0045] In 1 ,200 ml of ion-exchanged water were dissolved 10.0 g of nickel acetate tetra hydrate and 43.9 g of zinc 
nitrate hexahydrate. A precipitate of zinc and nickel compounds was obtained in the same manner as in Example 1 
and then dried. To the precipitate obtained was added 1 5 g of -y-alumina powder. This mixture was sufficiently kneaded. 
55 subsequently molded with an extruder into a columnar shape having an outer diameter of 1 .6 mm, and burned at 400°C 
for 24 hours to obtain Catalyst B containing 10 wt% nickel oxide. 40 wt% zinc oxide, and 50 }Nt% aluminum oxide. 
Catalyst B had a specific surface area of 225 m^/g and a nitrogen monoxide adsorption at 40*C (STP) of 4.8 ml/g. Ten 
grams of Catalyst B was precisely weighed out and reduced with hydrogen at a temperature of 380*C and a pressure 



(STP). 



Measurement of Specific Surface Area of Catalyst: 
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of 10 kg/cm2 (9.80x10-*' MPa) for 3 hours. Subsequently, the commercial white kerosene was passed therethrough 
' at a temperature of 350''C. a pressure of 10 kg/cm2 (9.80x10-'> MPa). and an LHSV of 0,5 vol/vol h'^ The hydrogen/ 
kerosene ratio (vol/vol at STP) was regulated to 200. For the desulfurization was used hydrogen containing 20 vol% 
carbonic acid gas. After 500-hour reaction, the deeply desulfurized kerosene had a sulfur content of 0.1 wt. ppm or 
5 lower and this deeply desulfurized kerosene was colorless and transparent. During the desulfurization reaction, no 
leakage of hydrogen sulfide to the downstream side was observed and almost no methane generated. After completion 
of the reaction, the catalyst was taken out and, as a result, no cracks were observed. 



[0046] In 1,200 ml of ion-exchanged water were dissolved 17.5 g of nickel nitrate hexahydrate and 65,8 g of zinc 
nitrate hexahydrate. A precipitate of zinc and nickel compounds was obtained in the same manner as in Example 1 
and then dried. To the precipitate obtained was added 11 .5 g of aluminum hydroxide powder. This mixture was suffi- 
ciently kneaded, subsequently molded with an extruder into a columnar shape having an outer diameter of 1 .6 mm, 
15 and burned at 370**C for 24 hours to obtain Catalyst C containing 15 wt% nickel oxide, 60 wt% zinc oxide, and 25 wt% 
aluminum oxide. Catalyst C had a specific surface area of 1 88 m2/g and a nitrogen monoxide adsorption at 40°C (STP) 
of 5.8 ml/g. Ten grams of Catalyst C was precisely weighed out and reduced with hydrogen at a temperature of 360°C 
and a pressure of 8 kg/cm2 (7.84X 1 0"'' MPa) for 3 hours. Subsequently, the commercial white kerosene was passed 
therethrough at a temperature of 330°C, a pressure of 8 kg/cm^ (7.84x10"* MPa). and an LHSV of 2 volArol h'^. The 
) 20 hydrogen/kerosene ratio (vol/vol at STP) was regulated to 1 50. After 500-hour reaction., the deeply desulfurized kero- 
sene had a sulfur content of 0.1 wt. ppm or lower and this deeply desulfurized kerosene was colorless and transparent. 
During the desulfurization reaction, no leakage of hydrogen sulfide to the downstream side was observed. After com- 
pletion of the reaction, the catalyst was taken out and, as a result, no cracks were observed. 

25 EXAMPLE 4 

[0047] In 1 ,200 ml of ion-exchanged water were dissolved 21 .0 g of nickel nitrate hexahydrate and 18.0 g of zinc 
nitrate hexahydrate. A precipitate of zinc and nickel compounds was obtained in the same manner as in Example 1 
and then dried. To the precipitate obtained was added 6.6 g of y-aluminum powder. This mixture was sufficiently knead- 
so' ed, subsequently molded with an extruder into a columnar shape having an outer diameter of 1 .6 mm, and burned at 
SSO^C for 24 hours to obtain Catalyst D containing 18 wt% nickel oxide, 60 wt% zinc oxide, and 22 wt% aluminum 
oxide. Catalyst D had a specific surface area of 183 m^/g and a nitrogen monoxide adsorption at 40'*C (STP) of 6.3 
ml/g. Ten grams of Catalyst D was precisely weighed out and reduced with hydrogen at a temperature of 360*'C and 
a pressure of 8 kg/cm^ (7.84X 10''' MPa) for3 hours. Subsequently, the commercial white kerosene was passed there- 
35 through at a temperature of 330''C, a pressure of 8 kg/cm2 (7.84x10-"' MPa), and an LHSV of 2.5 vol/vol h-V The 
hydrogen/kerosene ratio (vol/vol at STP) was regulated to 1 00. For the desulfurization was used hydrogen containing 
25 vol% carbonic acid gas. After 500-hour reaction, the deeply desulfurized kerosene had a sulfur content of 0.1 wt. 
ppm or lower and this deeply desulfurized kerosene was colorless and transparent During the desulfurization reaction, 
no leakage of hydrogen sulfide to the downstream side was. observed and almost no methane generated. After com- 
\ 40 pletion of the reaction, the catalyst was taken out and, as a result, no cracks were observed. 



[0048] In 1 ,200 ml of ion-exchanged water were dissolved 15.0 g of nickel acetate tetra hydrate and 54.8 g of zinc 
45 nitrate hexahydrate. A precipitate of zinc and nickel compounds was obtained in the same manner as in Example 1 
and then dried. To the precipitate obtained was added 16.1 g of aluminum hydroxide powder. This mixture was suffi- 
ciently kneaded, subsequently molded with an extruder into a columnar shape having an outer diameter of 1 .6 mm, 
and burned at 350**G for 24 hours to obtain Catalyst E containing 1 5 wt% nickel oxide, 50 wt% zinc oxide, and 35 wt% 
aluminum oxide. Catalyst E had a specific surface area of 203 m^/g and a nitrogen monoxide adsorption at 40*'C (STP) 
50 of 6.1 ml/g. Ten grams of Catalyst E was precisely weighed out and reduced with hydrogen at a temperature of 330'C 
and a pressure of 1 5 kg/cm^ (1 .47 MPa) for 3 hours. Subsequently, the commercial white kerosene was passed there- 
through at a temperature of 240''C, a pressure of 1 6 kg/cm^ (1 .47 MPa), and an LHSV of 3.0 vol/vol h*"" . The hydrogen/ 
kerosene ratio (vol/vol at STP) was regulated to 100. After 500-hour reaction, the deeply desulfurized kerosene had 
a sulfur content of 0.1 wt, ppm or lower and this deeply desulfurized kerosene was coloriess and transparent. During 
55 the desulfurization reaction, no leakage of hydrogen sulfide to the downstream side was observed. After completion 
of the reaction, the catalyst was taken out and, as a result, no cracks were observed. 
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EXAMPLE 6 

[0049] In 1 ,200 ml of Ion-exchanged water were dissolved 20.0 g of nickel acetate tetra hydrate and 56.6 g of zinc 
acetate dihydrate. A precipitate of zinc and nickel compounds was obtained in the same manner as in Example 1 and 

5 then dried. To the precipitate obtained was added 4.6 g of aluminum hydroxide powder. This mixture was sufficiently 
kneaded, subsequently molded with an extruder into a columnar shape having an outer diameter of 1 .6 mm, and burned 
at 400^0 for 24 hours to obtain Catalyst F containing 20 wt% nickel oxide, 70 wt% zinc oxide, and 10 wt% aluminum 
oxide. Catalyst F had a specific surface area of 165 m^/g and a nitrogen monoxide adsorption at 40**C (STP) of 6.7 
ml/g. Ten grams of Catalyst F was precisely weighed out and reduced with hydrogen at a temperature of 300'C and 

10 a pressure of 20 kg/cm^ (1 .96 MPa) for3 hours. Subsequently, the commercial white kerosene was passed therethrough 
at atemperature of 220**C, a pressure of 20 kg/cm2 (1 .96 M Pa), and an LHSV of 4.0 vol/vol h"'' . The hydrogen/kerosene 
ratio (vol/vol at STP) was regulated to 40. After500-hour reaction, the deeply desulfurized kerosene had a sulfurcontent 
of 0.1 wt. ppm or lower and this deeply desulfurized kerosene was colorless and transparent. During the desulf urization 
reaction, no leakage of hydrogen sulfide to the downstream side was observed. After completion of the reaction, the 

15 catalyst was taken out and, as a result, no cracks were observed. 

EXAMPLE? 

[0050] In 1 ,200 ml of ion-exchanged water were dissolved 24.9 g of nickel acetate tetra hydrate and 56.6 g of zinc 
20 acetate dihydrate. A precipitate of zinc and nickel compounds was obtained in the same manner as in Example 1 and 
then dried. To the precipitate obtained was added 1 .5 g of 7-alumina powder. This mixture was sufficiently kneaded, 
subsequently molded with an extmder Into a columnarshape having an outer diameter of 1 .6 mm, and burned at 400'C 
for 24 hours to obtain Catalyst G containing 25 wt% nickel oxide, 70 wt% zinc oxide, and 5 wt% aluminum oxide. 
Catalyst G had a specific surface area of 158 m^/g and a nitrogen monoxide adsorption at 40*C (STP) of 6.9 ml/g. Ten 
25 grams of Catalyst G was precisely weighed out and reduced with hydrogen at a temperature of 200^C and a pressure 
of 20 kg/cm2 (1.96 MPa) for 3 hours. Subsequently, the commercial white kerosene was passed therethrough at a 
temperature of 200*»C, a pressure of 20 kg/cm2 (1.96 MPa), and an LHSV of 5.0 volA^ol h"V The hydrogen/kerosene 
ratio (vol/vol at STP) was regulated to 50. After 500-hour reaction, the deeply desulfurized kerosene had a sulfur content 
of 0.1 wt. ppm or lower and this deeply desulfurized kerosene was colorless and transparent During the desulf urization 
30 reaction, no leakage of hydrogen sulfide to the downstream side was observed. After completion of the reaction, the 
catalyst was taken out and, as a result, no cracks were observed. 
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10 


15 


18 


15 


20 


25 


nickel oxide (wt%) 
















Zinc oxide (wt%) 


30 


40 


60 


60 
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70 


70 


Aluminum oxide 
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50 
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Reduction 


400 


380 


360 


360 
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300 
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Pressure (kg/cm^) 
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10 
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20 
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(Pressure (MPa)) 
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(7.84 XlO-'«) 
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Conditions 
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Pressure (kg/cm^) 
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15 


20 


20 


(Pressure (MPa)) 


(9.80x10-2) 
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(7.84 XlO-l) 


(7.84 XIO-^) 


(1,47) 


(1.96) 


(1.96) 


LHSV (volA/ol h-"!) 
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300 


200 
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Table 1 (continued) 
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Carbonic acid gas 


15 


20 


0 


25 


0 


0 
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content (vol%) 
















Methanation 


no 


no 
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no 


- 


- 
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Catalyst Properties 
















Specific surface area 
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4 QQ 


1 OO 




1 
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NO adsorotion {m\/a 
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6.1 
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(stp) at 40° C 
















C^rackinn of catalvst 
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after reaction 
















Properties of 
















Desulfurized Kerosene 
















Sulfur content (wt. 


<0.1 


<0.1 


<0.1 


<0.1 


<0.1 


<0.1 


<0.1 


ppm) 
















Hydrogen sulfide 


no 


no 


no 


no 


no 


no 


no 
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Color of deeply 




* 


<* 


* 


* 


* 
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sulfurized kerosene 

















15 



20 



25 



: Coloriess transparent 



30 



35 



40 



45 



COMPARATIVE EXAMPLE 1 

[0051] In 1 ,200 ml of ion-exchanged water were dissolved 3.5 g of nickel nitrate hexahydrate and 56.6 g of zinc 
acetate dihydrate. To this solution were added 1 0 wt% ammonium carbonate and 1 5 wt% ammonia water. Thus, a 
precipitate of zinc and nickel compounds was obtained in the same manner as in Example 1. This precipitate was 
taken out by filtration, washed with water, and then dried at 120**C for 12 hours. To the precipitate obtained was added 
8. 1 g of T^alumina powder. This mixture was sufficiently kneaded, subsequently molded with an extruder into a columnar 
shape having an outer diameter of 1 .6 mm, and burned at 510'»C for 24 hours to obtain Catalyst a containing 3 wt% 
nickel oxide, 70 wt% zinc oxide, and 27 wt% aluminum oxide. The catalyst a had a specific surface area of 191 m^/g 
and a nitrogen monoxide adsorption at 40*0 (STP) of 3.3 ml/g. Ten grams of Catalyst a was precisely weighed out 
and reduced with hydrogen at a temperature of 400'»C and a pressure of 1 kg/cm^ (9.80x10-2 MPa) for 3 hours. 
Subsequently, a commercial white kerosene (manufactured by Cosmo Oil Co., Ltd.; sulfur content. 50 wt. ppm) was 
passed therethrough at a temperature of 400''C, a pressure of 1 kg/cm2 (9.B0X 1 0-2 MPa), and an LHSV of 0.1 volA^ol 
h-^The hydrogen/kerosene ratio (vol/vol at STP) was regulated to 300. After 500-hour reaction, the deeply desulfurized 
kerosene had a sulfur content of 0.8 wt. ppm and this deeply desulfurized kerosene was colorless and transparent. 
During the desulfurization reaction, no leakage of hydrogen sulfide to the downstream side was observed. After com- 
pletion of the reaction, the catalyst was taken out and, as a result, no cracks were observed. 



COMPARATIVE EXAMPLE 2 



so 



55 



[0052] In 1 ,200 ml of ion-exchanged water were dissolved 20 g of nickel acetate tetra hydrate and 87.7 g of zinc 
nitrate hexahydrate. A precipitate of zinc and nickel compounds was obtained in the same manner as in Example 1 
and then dried. This precipitate was sufficiently kneaded, subsequently molded with an extruder into a columnar shape 
having an outer diameter of 1 .6 mm, and burned at 400*C for 24 hours to obtain Catalyst b containing 20 wt% nickel 
oxide and 80 wt% zinc oxide. Catalyst b had a specrfic surface area of 10 m2/g and a nitrogen monoxide adsorption 
at 40**C (STP) of 3.8 ml/g. Ten grams of Catalyst b was precisely weighed out and reduced with hydrogen at a tem- 
perature of SSCC and a pressure of 10 kg/cm2 (9.80X1 0*^ MPa) for 3 hours. Subsequently, the commercial white 
kerosene was passed therethrough at a temperature of 350*'C, a pressure of 10 kg/cm^ (9.80x10"^ MPa), and an 
LHSV of 0.5 vol/vol h'^ The hydrogen/kerosene ratio (vol/vol at STP) was regulated to 200, After 500-hour reaction, 
the deeply desulfurized kerosene had a sulfur content of 0.2 wt. ppm or lower and this deeply desulfurized kerosene 
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was colorless and transparent. During the desulfurization reaction, no leakage of hydrogen sulfide to the downstream 
side was observed. After completion of the reaction, the catalyst was taken out and, as a result, cracks and slight 
powdering were observed. 

5 COMPARATIVE EXAMPLE 3 

[0053] In 1 ,200 ml of ion-exchanged water were dissolved 17.5 g of nickel nitrate hexahydrate and 27.4 g of zinc 
nitrate hexahydrate. A precipitate of zinc and nickel compounds was obtained in the same manner as in Example 1 
and then dried. To the precipitate obtained was added 27.5 g of aluminum hydroxide powder. This mixture was suffi- 

10 ciently kneaded, subsequently molded with an extruder into a columnar shape having an outer diameter of 1.6 mm, 
and burned at 370°C for 24 hours to obtain Catalyst c containing 1 5 w{% nickel oxide, 25 wrt% zinc oxide, and 60 wt% 
aluminum oxide. Catalyst c had a specific surface area of 240 m^/g and a nitrogen monoxide adsorption at 40**C (STP) 
of 4.5 ml/g. Ten grams of Catalyst c was precisely weighed out and reduced with hydrogen at a temperature of 360*'C 
and a pressure of 8 kg/cm^ (7.84x10'"' MPa) for 3 hours. Subsequently, the commercial whtte kerosene was passed 

15 therethrough at a temperature of 330°C, a pressure of 8 kg/cm^ {7.84x10-"' MPa), and an LHSV of 2.0 vol/vol h'^ The 
hydrogen/kerosene ratio (vol/vol at STP) was regulated to 150. After 500-hour reaction, the deeply desulfurized kero- 
sene had a sulfur content of 0.1 wl. ppm or lower and this deeply desulfurized kerosene was colorless and transparent. 
However, during the desulfurization reaction, leakage of hydrogen sulfide to the downstream side was observed. After 
completion of the reaction, the catalyst was taken out and, as a result, no cracks were obsen^ed. 

) 20 

COMPARATIVE EXAMPLE 4 

[0054] In 1 ,200 ml of ion-exchanged water were dissolved 40.9 g of nickel nitrate hexahydrate and 40.5 g of zinc 
acetate dihydrate. A precipitate of zinc and nickel compounds was obtained in the same manner as in Example 1 and 

25 then dried. To the precipitate obtained was added 27.5 g of aluminum hydroxide powder. This mixture was sufficiently 
kneaded, subsequently molded with an extmder into a columnar shape having an outer diameter of 1 .6 mm, and burned 
at 370**C for 24 hours to obtain Catalyst d containing 35 wt% nickel oxide, 50 vrt% zinc oxide, and 15 wt% aluminum 
oxide. Catalyst d had a specific surface area of 173 m^/g and a n'rtrogen monoxide adsorption at 40°C (STP) of 3.7 
ml/g. Ten grams of Catalyst d was precisely weighed out and reduced with hydrogen at a temperature of 330'»C and 

so a pressure of 15 kg/cm^ (1 .47 MPa) for 3 hours. Subsequently, the commercial white kerosene was passed therethrough 
at a temperature of 240'C, a pressure of 1 5 kg/cm^ (1 .47 MPa), and an LHSV of 3.0 volA^ol h"^ . The hydrogen/kerosene 
ratio (vol/vol at STP) was regulated to 100. After 500-hour reaction, the deeply desulfurized kerosene had a sulfur 
content of 0,2 wt. ppm and this deeply desulfurized kerosene was colorless and transparent. During the desulfurization 
reaction, no leakage of hydrogen sulfide to the downstream side was observed. After completion of the reaction, the 

35 catalyst was taken out and, as a result, no cracks were observed. 

COMPARATIVE EXAMPLE 5 

[0055] In 1 ,200 ml of ion-exchanged water were dissolved 5.0 g of nickel acetate tetra hydrate and 21.9 g of zinc 
^ 40 nitrate hexahydrate. A precipitate of zinc and nickel compounds was obtained in the same manner as in Example 1 
and then dried. To the precipitate obtained was added 22.5 g of y-alumina powder. This mixture was sufficiently kneaded, 
subsequently molded with an extmder into a columnar shape having an outer diameter of 1 .6 mm, and burned at 400''C 
for 24 hours to obtain Catalyst e containing 5 wt% nickel oxide, 20 wt% zinc oxide, and 75 wt% aluminum oxide. Catalyst 
e had a specific surface area of 263 m^/g and a nitrogen monoxide adsorption at 40"C (STP) of 5.0 ml/g. Ten grams 

45 of Catalyst e was precisely weighed out and reduced with hydrogen at a temperature of 300°C and a pressure of 20 
kg/cm2 (1 96 MPa) for 3 hours. Subsequently, the commercial white kerosene was passed therethrough at a temper- 
ature of 220**C, a pressure of 20 kg/cm^ (1 .96 MPa), and an LHSV of 4.0 vol/vol h-"' . The hydrogen/kerosene ratio (vol/ 
vol at STP) was regulated to 50. After 500-hour reaction, the deeply desulfurized kerosene had a sulfur content of 0.1 
wt. ppm or lower and this deeply desulfurized kerosene was colorless and transparent However, during the desulfuri- 

50 zation reaction, leakage of hydrogen sulfide to the downstream side was observed. After completion of the reaction, 
the catalyst was taken out and, as a result, no cracks were obsen^ed. 

COMPARATIVE EXAMPLE 6 

55 [0056] In 1 ,200 ml of ion-exchanged water were dissolved 17.5 g of nickel nitrate hexahydrate and 27.4 g of zinc 
nitrate hexahydrate. A precipitate of zinc and nickel compounds was obtained in the same manner as in Example 1 
and then dried. To the precipitate obtained was added 1 8.0 g of y-alumina powder. This mixtu re was sufficiently kneaded, 
subsequently molded with an extruder Into a columnar shape having an outer diameter of 1 .6 mm, and burned at 370*^0 
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Jor 24 hours to obtain Catalyst f containing 15 wt% nickel oxide, 25 w1?/o zinc oxide, and 60 vn% aluminum oxide. 
Catalyst f liad a specific surface area of 240 m2/g and a nitrogen monoxide adsorption at 40*'C (STP) of 5.8 ml/g. Ten 
grams of Catalyst f was precisely weighed out and reduced with hydrogen at a temperature of SSO^'O and a pressure 
of 20 kg/cm2 (1.96 MPa) for 3 hours. Subsequently, the commercial white kerosene was passed therethrough at a 
5 temperatureof480''C. a pressure of 8 kg/cm2 (7.84x1 0"'' MPa), and an LHSV of 2.0 vol/vol h'l. The hydrogen/kerosene 
ratio (vol/vo! at STP) was regulated to 150. After 500-hour reaction, the deeply desulfurized kerosene had a sulfur 
content of 0.1 wt. ppm or lower and this deeply desulfurized kerosene had yellowed. During the desutf urization reaction, 
no leakage of hydrogen sulfide to the downstream side was observed. After completion of the reaction, the catalyst 
was taken out and, as a result, no cracks were observed. 

10 

COMPARATIVE EXAMPLE 7 

[0057] In 1 ,200 ml of ton-exchanged water were dissolved 1 5.0 g of nickel acetate tetra hydrate and 27.4 g of zinc 
nitrate hexahydrate. A precipitate of zinc and nickel compounds was obtained in the same manner as In Example 1 

15 and then dried. To the precipitate obtained was added 27.5 g of aluminum hydroxide powder. This mixture was suffi- 
ciently kneaded, subsequently molded with an extruder into a columnar shape having an outer diameter of 1 .6 mm, 
and burned at 370«'C for 24 hours to obtain catalyst g containing 15 wt% nickel oxide, 25 wt% zinc oxide, and 60 wt% 
aluminum oxide. Catalyst g had a specific surface area of 240 m2/g and a nitrogen monoxide adsorption at 40»C (STP) 
of 5.8 ml/g. Ten grams of Catalyst g was precisely weighed out and reduced with hydrogen at a temperature of 360°C 
> 20 and a pressure of 20 kg/cm^ (1 .96 MPa) for 3 hours. Subsequently, the commercial white kerosene was passed there- 
through at a temperature of 150°C. a pressure of 8 kg/cm^ (7.84x10-'» MPa), and an LHSV of 2.0 vol/vol h-"«. The 
hydrogen/kerosene ratio (vol/vol at STP) was regulated to 150. After 500-hour reaction, the deeply desulfurized kero- 
sene had a sulfur content of 0.6 wt. ppm and this deeply desulfurized kerosene was colorless and transparent. During 
the desulfurization reaction, no leakage of hydrogen sulfide to the downstream side was observed. After completion 

25 of the reaction, the catalyst was taken out and, as a result, no cracks were obsen^ed. 

COMPARATIVE EXAMPLE 8 

[0058] In 1 .200 ml of ion-exchanged water was dissolved 20 g of nickel acetate tetra hydrate. A precipitate of a nickel 
30 ' compound was obtained in the same manner as in Example 1 and then dried. To the precipitate obtained was added 
24 g of aluminum oxide powder This mixture was sufficiently kneaded, subsequently molded with an extruder Into a 
columnar shape having an outer diameter of 1 .6 mm, and burned at 400'*C for 24 hours to obtain Catalyst h containing 
20 wt% nickel oxide and 80 wt% aluminum oxide. Catalyst h had a specific surface area of 270 m^/g and a nitrogen 
monoxide adsorption at 40<*C (STP) of 5.9 ml/g. Ten grams of Catalyst h was precisely weighed out and reduced with 
35 hydrogen at a temperature of 380'»C and a pressure of 10 kg/cm2 (9.80x10-1 MPa) for 3 hours. Subsequently, the 
commercial white kerosene was passed therethrough at a temperature of 350°C, a pressure of 1 0 kg/cm2 (9.80X 1 0'"^ 
MPa). and an LHSV of 0.5 voWol h**". The hydrogen/kerosene ratio (vol/vol at STP) was regulated to 200. For the 
desulfurization was used hydrogen containing 25 vol% cartDonic acid gas. After 500-hour reaction, the deeply desul- 
furized kerosene had a sulfur content of 0.9 wt. ppm and this deeply desulfurized kerosene was coloriess and trans- 
\ 40 parent. During the desulfurization reaction, leakage of hydrogen sulfide to the downstream side was observed and 
^ methane generation was also obsen/ed. After completion of the reaction, the catalyst was taken out and. as a result, 

no cracks were observed. 
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Table 2 (continued) 



, 20 



Comparative 


1 


2 


3 


4 


5 


6 


7 


8 


Example 


















Catalyst 


















Pretreatment 


















Reduction 


400 


380 


360 


330 
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Table 2 (continued) 
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REFERENCE EXAMPLE 1 

[0059] Ten milliliters of a commercial desulfurization catalyst was reduced with hydrogen at a temperature of 360*C 
and a pressure of 8 kg/cm^ (7.84X10-** MPa) for 3 hours. Subsequently, the commercial white kerosene was passed 
therethrough at a temperature of SSO'^C, a pressure of 8 kg/cm^ (7.84x1 0*i MPa), and an LHSV of 2.0 vol/vol h'V The 
hydrogen/kerosene ratio (volA/ol at STP) in this operation was regulated to 150. After 500-hour reaction, the deeply 
desulfurized kerosene had a sulfur content of 1 wt. ppm and this deeply desulfurized kerosene had yellowed. Further- 
more, during the desulfurization reaction, leakage of hydrogen sulfide to the downstream side was observed. 



) ^ 


Table 3 






Reference Example 


1 




Commercial Catalyst 




25 


Catalyst Pretreatment 






Reduction temperature i^C) 

Pressure (kg/cm^) 
(Pressure (MPa)) 


360 
8 

(7.84X10-'') 


30"^ 


Desulfurization Conditions 




35 


Temperature {**C) 

Pressure (kg/cm^) 

(Pressure (MPa)) 

LHSV (vol/vol h*"*) 

Hydrogen/kerosene (volA^ol) 

Carbonic acid gas content (vot%) 

Methanation 


330 
8 

(7.84X10-'') 
2 

160 


40 

J 


Properties of Desulfurized Kerosene 




Sulfur content (wt. ppm) 
Hydrogen sulfide leakage 


1 

present 



[0060] The nickel component serves to cause sulfur compounds contained in a kerosene to react with hydrogen 
(undergo hydrogenation reaction) and thereby convert them into hydrogen sulfide. Consequently, in the case where 
the content in tenns of nickel oxide was lower than a given value as shown in Comparative Example 1 , the catalyst 
had a small NO adsorption and insufficient activity. Because of this, desulfurization was so insufficient that the product 
had a sulfur content of 0.8 wt. ppm. Conversely, in the case where the content in terms of nickel oxide was too high 
(35 wt%) as shown in Comparative Example 4. the catalyst had an NO adsorption as small as 3.7 ml/g. This indicates 
that the nickel component, although contained in a large amount, less contributed to catalytic activity, i.e., had a reduced 
degree of dispersion. As a result, the sulfur content in the product was 0.2 wt. ppm at the lowest. Thus, the content of 
the nickel component is preferably in the range of from 5 to 25% by weight in tenns of nickel oxide. From the standpoint 
of hydrogenation activity only, higher nickel component contents are preferred as long as the component is not impaired 
in dispersion. However, in the present invention, the object is to provide a catalyst excellent in hydrogenation activity 
and hydrogen sulfide leakage inhibition. Furthemiore. since it is inevitable for practical catalysts to be prevented from 
powdering, the content in terms of nickel oxide is thought to be more preferably from 5 to 20% by weight, most preferably 
from 10 to 18% by weight, when the effects of the other components are taken in account. 

[0061] Zinc oxide has the effect of absortjing the hydrogen sulfide generated by the reaction of sulfur compounds 
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contained in the kerosene with hydrogen (hydrogenation reaction) on the nickel component (active sites). It further has 
the effect of regulating the oxidized state of the nickel connponent. Consequently, in the case where the content of the 
zinc oxide component is low (Comparative Example 3), hydrogen sulfide leaks out to the downstream side. Although 
a steam reformer or the like is usually disposed on the downstream side, there is a higher possibility that the steam- 

5 reforming catalyst might be poisoned by the leakage of hydrogen sulfide and this poisoning arouses troubles in the 
whole apparatus such as a hydrogen production apparatus. Furthermore, in the case where hydrogen gas containing 
carbonic acid gas is used for a system containing no zinc oxide, methanation is apt to occur as shown in Comparative 
Example 8. This is because methanation is apt to proceed on (in) metallic nickel. These results show that the incor- 
poration of zinc oxide is effective in properly maintaining an oxidized state of the nickel component. 

10 [0062] Aluminum oxide has the effect of not only increasing the specific surface area to thereby heighten the prob- 
ability of contact between reactants (kerosene and hydrogen) but also maintaining a strength. Consequently, in the 
case where aluminum oxide had not been added (Comparative Example 2), the sulfur content in the product was 0.2 
wt. ppm at the lowest because of the too small specific surface area. Furthermore, the catalyst which had been subjected 
to the reaction had cracked, showing that the catalyst was unable to be used over long. 

15 [0063] These results show that it is important to enable the nickel component, zinc oxide component, and aluminum 
oxide component to produce their respective effects while attaining a good balance among these. 
[0084] As described above, by using the catalyst of the present invention, a mineral oil corresponding to kerosene 
can be deeply desulfurized stably. 

20 INDUSTRIAL APPLICABILITY 

[0065] The deep desulfurization catalyst of the present invention has such activity and strength that a mineral oil 
corresponding to kerosene can be deeply desulfurized to 0.1 wl. ppm or lower under relatively low-pressure conditions 
even with hydrogen containing carbonic acid gas while inhibiting methanation reaction and preventing oil alteration 
25 and that long-term stable operation is possible. 

Claims 

30 1 . A catalyst for deep desulfurization of a mineral oil corresponding to kerosene, comprising a nickel component of 
nickel and nickel oxide, zinc oxide, and aluminum oxide, 

wherein the content of the nickel component in tenns of nickel oxide is from 5 to 25% by weight and the 
content of the zinc oxide is from 30 to 70% by weight each based on the total of the content of the nickel component 
in lenms of nickel oxide, the content of the zinc oxide, and the content of the aluminum oxide, 

35 

the nitrogen monoxide adsorption of the catalyst at 1 kg/cm2 (9.80x10-2 MPa) and 40*»C after hydrogen re- 
duction at 360**C is 4.0 ml/g or more in terms of standard-state, and 
the catalyst has a specific surface area of from 10 to 300 m^/g. 

40 2. The deep desulfurization catalyst according to claim 1 , which is obtained by carrying out an activation treatment 
in the presence of hydrogen at a temperature of from 200 to 400'^C and a pressure of from 1 to 20 kg/cm2 (9.80x10*2 
to 1 .96 MPa). 

3. A process for producing the deep desulfurization catalyst according to claim 1 , comprising mixing a basic substance 
45 with each of an aqueous solution of a water-soluble nickel metal salt and an aqueous solution of a water-soluble 

zinc metal salt or with a mixed aqueous solution thereof to thereby form precipitates separately or simultaneously, 
and mixing the precipitates with aluminum oxide or an aluminum oxide precursor, followed by molding and burning. 

4. A method of deep desulfurization, comprising bringing a mineral oil corresponding to kerosene into contact with 
50 hydrogen In the presence of the deep desulfurization catalyst according to claim 1 or 2 at a temperature of from 

200 to 4O0'C. a pressure of from 1 to 20 kg/cm2 (9.80x10-2 to 1.96 MPa), and an LHSV of from 0.1 to 5. 



55 
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(57) Abstract: A deep desulfurization catalyst for a mineral oil corresponding to kerosene which comprises nickel and/or nickel 
oxide, zinc oxide and aluminum oxide, wherein tiie content of the nickel component in terms of nickel oxide is 5 to 25 wt% and 
that of zinc oxide is 30 to 70 wt%, both being based on the total amount of all the components, shows, after being hydrogenaled at 
360°C, an adsorption amount for nitrogen monoxide under 1 kg/cm^ (9.80 x lO'^ MPa) at 40®C of 4.0 ml/g or more in terms of the 
amount under standard conditions, and has a specific surface area of 10 to 300 mVg; a deep desulfurization catalyst according to the 
above, characterized as being prepared through an activation treatment in the presence of hydrogen at a temperature of 200 to 400**C 
under a pressure of 1 to 20 kg/cm^ (9.80 x lO-^ to 1.96 MPa); a method for preparing the above catalyst v/tdch comprises mixing one 
of a water*soluble nickel metal salt and a water-soluble zinc metal salt or a mixture thereof with a basic material, to form separate 
precipitates containing nickel or zinc or a precipitate containing nickel and zinc, and then mixing the resultant precipitate witti alu- 
minum oxide or an aluminum oxide precursor, followed by molding and firing; and a method for deep desulfurization comprising 
contacting a mineral oil corresponding to kerosene with hydrogen under conditions of 200 to 400*'C, 1 to 20 kg/cm^ (9.80 x 1 0-^ to 
1 .96 MPa) and a LHSV of 0.1 to 5. 
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«ifBIL. *r}ft«S«:JiaSr3?®Srje:i$-rJ- 0. 1 wt.ppm (=100 wt.ppW £AT{w«|l;Klft«Et? 

ie^bffi#&0-^W»*5 30~70 aS%-C*)«?, 360'CT-7K^il5c^, ^EE. 
-il-fkM^K^fti^^ Wffii^li^t? 4. 0 ml/g Sl±X3b <? . tt^BnSdS 10-300 m^/g -Cfc 

;^at5#^T, MjJS 200~400t:. EEM^ 1-^20 kg/ca? (9, 80xio-*~ 
1.96 MPa) (^JffiHrt-eS^i-fkftiSLT^fcJxSr iS:4#j»t-t-5±iaaiSffii«tttlttJr|i 
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400'C. JE;^ *5 1~20 kg/cm^ (9. 80 X 10-2~ 1. 96 MPa) , LHSV (liquid hourly space 
velocity) jjs 0.1~5 ^^tt?$-«:5 ^ i: "f saiSJKiS^^&tcBi-rSo 

S<&Ufi6<kT/l-5 = ^^A^«0^t|-SJC^L, mit^ y^r/um^X- 5~25 fifi%(0«5 
Ht?S>»), 5~20 l[S%<^«SBBds» * L < , 10~18 S»%<^«5BB;JS'I#J::»SLV\ =- 'y 
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U^^kT/l'5 = r>i^-g-^4<Z)-g-|fS{w*rL, 30~70 SS%«0«5BBT'fc »5 , 40~70 mS% 
<Digiimm^L<. 50-70 fi«%<0|5H;)iS^^|c»SLV\ ^-fbffil&fi, ^ 2/ -ir/K^Sl-fk 

T/^$ = ^>A^^a:o^•@•t^fi^r^^ L. 5~65 a[S%w$6Eias*f* U < , io~65 SS%o 
ttBBdSJ: L< , 20~50 fifi:%<D«fiH;JS«t#f* LV\ 5 fifi%iKtJzi:-rsr <>: \c 
J: •? , ^4>'It5!fi«^«SE^^«^IS:*s#fen, 65 mm%SlTt-r^ ' <k fc J; 9 . - y 

^fc, :*:«W<Z)«)iSJ8ilK«iaE-C{±, 50~500 mg {c*m^ii^L/j:;i5P> 360'Ct? 2 

i^m7kmm7cLt:imm(o Ao'xii^noi-f ?>~6ititmm^mmi!>^mmiKm»m (standard 

tenperature and pressure: stp) "C 4 ml/g £t_h-eS>»?. 4, 0~7. 0 ml/g ;iS$fiL<, 
5.0~6.7 ml/g ;iS#{c»*LV\ 4 ml/g iJA±i:-rs r i: J; 9 , ^^7fcBi6iett«r#5 

f^ffl4^ffiiS^JS4^ifi| (metallic state) TfcSj'^blf, — S&-ft;i^3g^7"D (prove 
molecule) i^m^-t^ff)7imt^t>^^i^X\i^?>7bi. *«W<Ott5ia<^ J: p {d, K-ffc4^tfiflD# 

74^, 806 M> 1995 ^)o 
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itmm^tt. 10~300 m^/g (D®iBTJfo9, 30~250 m^/g O^fiffldS J: L < , 40~ 

200 B^/g 0«gBB*sat»* UV\ *ffi<Olt«ffi«{±, BET teJdJ: ijai^^tb. BET ttOT 
(Braunauer-Emmett-Tailor specific surface area) t L"C^$Jx5o 

;&ytt7fc«r»rTU. nhtLtLiUk^t:. wHtciK'fkT-'U^^e'A* 

^Mti:ii<Di:mm-rfi\:£j:\f\ 7i^mikm&m.t L-cn, sBSfffiie. migis. ifi-ftaEis, 

-TyU^^^i^^jjff* L< , tfc^ffi«{i 100~350 B^/g ;JS»* L< , 150~30O m^/g jJSJ: 
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t)»*L<, 180—250 m^/g t>^mii»m-V»)Zo JK^i'-'l' X|i 100 nesh 
'b<Od5$f4L<, 150 mesh 0®«:iiig-r5 t<035S J; Oft* L< . 180~200 mesh <0@* 

fiJ;<. fl:^4:0il,b LT«, «fiJx.tf, ;^cfi6<kT/i'^ T/p 5 = y :7'a2K^i^ 

•^^ Xfi 100 mesh <0®<S:iiia-t-a ttOdS^f^ L,< . 150 mesh (DWS'tmM-t^ ii<DilfiX t» 
L< , 180~200 mesh ©IS^iiigi-S 'b(07iSgtSl*)»V^■^-r^^„ 
ricS!:&i5feH:l¥LWL^^ (extruding). nm^M. ■^l^:^^m^if^^(0:^m$:»^ 
L<S«iT-#5, ?g«t«:R«4^t, 9i^fc y •f^*^, Sf^Jle ifSfSfg^Sif^*^ 

9~9 : 1 (OteffldS^f* L < . 2 : 8~8 : 2 <OjSHdS#jriJ-S LV\ 
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^fSiaSfi, 32O~520*C;5W* L < . 320~400t:;45J; OifS L< 350~400'C/5S^tj» 

52Q'X:Skrt-r^:itiZj:*)mi^ (sintering) ^<^)aiJ|g»dS'>/jr < /^s. j!j£^i^rat±, 
4fl-ffilK/.&v^;0s, ii^o. l~24l^ffi-efei^«i^/^„ 

^^m<Dfiiimn. mmm (fixed bed) strife M2oo~4oot:, »-^L<tt 

220~350'C. l:tif*L<l± 240~330t:, LHSV 0. 1~5 vol/vol h ', #f*L<tt0.5~4 
vol/vol h-\ J: •) L < li 0. 5~3 vol/vol h"'. JE;fj 1~20 kg/cm* (9. SOX ip-2~1.96 
MPa). *f*L<l± 1~15 kg/cm* (9. SOX IQ-^^l. 47 MPa) . J:l3»SL<tt 1~10 kg/cm^ 
(9.80X10-2-9.80X10-' IlPa) t?fcSo *^/fl-«&0«ip4^Slfe»M-C*<^^S[ttfi 30~ 
300, if * L < {± 40~200. ^feiffSU< fi50~150-t?*)So 

iff:</;^«^ff^ji^tt 30 vol%iJAT-C*> *) , 25 vol%£AT;5SJ: Uiff* L<, 15 voi%&LT 

Rl&MSr 200'C£t±i:i-5ri:{c:i:»), 0fli(OlKiKtttgdS#e>nSo 
400'C£AT<t-r5ri:(;:J:»), SJ^^^jKO^ffeSrftixLS-f 5r <tds-e#5, 

LHSV <Drmt±m^m^^ti^£\^t>i. 0.1 voi/voi h-'iji±<h-r-5r<tjrj;t), i^^si>fc<? 
<ofSimmmA^m<ti:'!)m^m£Mf)^hiti-^L<, 5 voi/voi h-'jetTi-rs-itcijit), 
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ii^V^I8tfi|£^4tg^s#bi^5c JEE;^J-iiL-Cli. mtSt. Sits 

;^h*^*»e> 20 kg/cm^ (1.96 IlPa) JiS^^/j:Ji|fi-C*>5, 1 kg/cm^ (9.80X10-* 

S. 

t LTtt. M 2oo~40o'C, L < f± 30o~4oo'C, ® L < fi aao-ascc-efc 
«!«t«>iSi^-«?>il7cSi§lwJ:5^ ^:/fl2rofl36;js/j?;p5j< ;^£i3^^ i~20 

kg/cm^ (9.80X10-''~1.96 MPa), »^L<rt: 1~15 kg/cm^ (9. 80 X 10-*~1. 47 MPa), 
t«^*L<«: 1~ 10 kg/cm* (9.80X10-^—9.80X10-' yPa) "efcS, fSLW^tm 
Cmt!X^ff^l^mm^\f\ :^mmfS.mnif^icmm^tl-r. GHSV (gas hourly space 

velocity) T- 100~9000 vol/vol h"' WttB8-CjgS:fT;tli i il7cf^ra«tt!«tfi, SJS 

^<omf£ifi^X *) -mi!it±m^ e>3&V>;j^ 1~24 l^^-Cfc-So 

95%®mjasAS27ot:jetT;6s»*L<, «ii5)-tto.oo8fim%£tT*s»*L<, ^^m^ 

t±20 vol%J!JtTj55»*LV\ 
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~mtmm^mm<r>mi^i^i-iizikmm^m^m:ff:^'&mmm (R6015 m) «rfflv>ito ^ 

Srii^$-&?i*s^^jaj5»b 360'CS-c, m 1 i^K;5»{t-C#®$-frfco 360'Cti:PIi^ 2 1^ 
ra**^JScT-e»l^L, •?:<0^f?U^iSSI«af^y !^A;«f;^$rii^L/£;6S?>, 40'C*7? i 
K~2 NfK*>}t-C}ft^Lyh„ P?aST*ie!l«S-Sf<k^^ (ii;=p;S^k^!i!, Research 
Grade) W-^ft (0.1 ml) ^P^^Sl- Ji{cii^ §-tir. *f!S«<^-^'fbMmft^llWs^^Si|^ 
ttlSI (Thermal Conductivity Detector: TCD) "C^SL, 40t;cOgi*»^^ip4^fli 

(STP) m^LT^muyto 

BETIt«ffi«<oai^lC|i. -</^^^i'^^•:/tt$3^S«a!l^3^ig (Belsorp 28SA) ^ffiV^yt„ 
^^S|. 500-1000 mg ^Mfl^L. ' tb^^5ti!IOft)|S|-Wl-^JK lO '-lO'' moHg ^IC^gtJE 

»lS.4'o«^|li^■i^lJ^f47^-=^5"^>'^& («imTi8«[o.i wt.ppm) icx*). rmm--- 
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Mm I 

y ^/i- 6 TkfDil^ 5. 8 g i: B^®!gE#& 2 TkfP'^ 24. 3 g 1200 ml :i->^Wi7i<-K 
::<^^?gic 10 vt%<DmmT>''e^'^M.t 15 wt%T V^^TpK^APxT. IE 
gJ*5j;U«:=3/'^^u{t:^ifeoa:®Sr#fc. roitS/^$r«ig*5j;t/7Kifcm. 120'C-C 12 

rais;«i$-B:/ci, nhti-k.itssimcy-T/i'^i-Bm 19.5 g sts^pl, ^^mmm. 

fifeSSST^?^ 1. 6 nm<^ <OWi^\^^m. L. 510^:1? 24 I^KSI^ \^Xmt=- y^/^ 5 wt%. 

30 wt%, mi^TJl^ $ = i^r A 65 wt%<0«!6jSE A ^m^o ttSIE A iOtfc^ffiSftt 248 
m^/g. 40*CT*<D-^>fb:M^iS«ffl: (STP) 4.0 nil/g fcofCo tt^ A lOg ^mf?L, fiS 
400'C. S.ti \ kg/cm^ (9.80X10 =' MPa) "C 3 I^WTk^ilTC L, mtd^ll^^, M 400*0, 
mti 1 kg/cni=' (9.80X10"' MPa), LHSV 0.1 vol/vol h ' T'rtf^effJfi (=»5<^^}ffiKx 
JIS 1 ^fl"}*, 50 wt.ppm) ^ii^ftUySlo /j:*S7k^/*Tffttt (vol/vol at STP) fi 

300 t Lfc, /j:*3, ltt«£Np{Ji{ij^fig:«';^ is vol%*^tf7k3(S4rfflv^yio 500 i^Wi^ 
<^aiSflJii^*r?flai44^l±, i%M:9-o. 1 wt.ppm £iT. fcgiSSl«iiS*TJffiH*Sfe^iqT-$)ofCo 

M0)|2 

S''ir>'i' 4 ;*c|p#» 10. 0 g tmWm.^ 6 ;4cfp<fe 43. 9 g $r 1200 ml O-T V^^ItK 

1.6 mm*(Dfe4^{C^S!L. 400'C-e 24 l^^jgE^ L-CSf-fk^^ y -Jr/W 10 wt%. SE^kffilS 40 
wt%. ife^bTyl' ^ = A 50 wt%<?3ftfcKB ttj^ B <Z)ltM«f± 225 mVg, 40'CT' 

<D-Sf^t:ll3Kl»«ft (STP) 4.8 ml/g fc^ofe. ttiSE B 10 g $r«#L, JBA 380*^ 
10 kg/cm^ (9. 80X10-' MPa) T* 3 I^r3l7k^il5c M SSCC, 10 

kg/cm^ (9.80X10 ' MPa). LHSV 0.5 vol/vol h'' -C?tTJlSe*TiffiS:iiift LfCo ''jr^SpK^/fl- 

jftit (vol/vol at STP) fi 200 t Lfco ^St*;, mm\cttmm:ff :^ 20 voi%4:-&tf:;k^ 
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^fflv^feo 500 mm^(ois^m!simimikiki-i. mn^ o. i wt. ppm sir. sfcaisK 

iX-i^/l^ 6 Tkiftlfe 17. 5 g <t«8®fffi#& 6 7Kftl#> 65. 8 g 1200 ml <D^ :*-:/^|ft7fc 

5S-C^ii5 1.6 ■iin«roeE4^{::^ML, STO-C-C 24 i^felSyScLTfife^b^^^y-ir/u 15 wt%, gj^ 
itm& 60 wt%, gf^kT/u^ ^e'A 25 wt%©ttjjSE c Sr^Tto c otfc^BSSH: 188 

af/e. ^ox:-(^(D~Bstit^mmmm (stp) 5.8 mi/g /doit, mihe c 10 g sri^^sL. m 

360'C, J£:fj8 kg/cm=' (7. 84X10-' MPa) 3 Nf^;?jc^il5c L. 31ix{C?|i^#, fiS 330t:. 
JEJ'JS kg/cnf' (7. 84X10-' MPa), LHSV 2 vol/vol h'' T-rtilSe*Tjffi^iiJft Lfco /£*3*^ 

/*riftit (vol/vol at STP) li 150 1 Lfco- sj5 500 t^m'^<ois^misi.s&)jm^ikti. mm 
aijfi«»j 4 

SHK=^ y 'i^/l' 6 ;4c|p4^ 21. 0 g <k«8ilffif& 6 ^fo¥o 18. 0 g ^ 1200 ml <D^:^-^^Wi7^ 

ifco #bixfcetlR4&Jc:y-T/i'5=i>At^5fe 6.6 g ^SSAOL, 3fE5>S«im. fftti^MSg 
-e^l-ff^ 1.6 mm*<^)tt4^JCfigSL. 330'CT' 24 f^m^^LXmit:^ > ^/l- 18 «rt%. 
ffi&^60 wt%, ^^bT/l'5-!J'A22 wt%OttjiSED*#fco ttii D <^itMaf4 183 mVg, 
40X:-V<D—mitmmm.MM (stp) 6.3 ml/gyt'o^„ MjlED 10 g«rm#L. ®ft360t:, 

II 
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mt)8 kg/cffl^ (7. 84X10-' llPa)T3^ra;kl!lS5cU CiX»C5l«g#, S.t} B 

kg/ca? (7.84X10-» MPa), LHSV 2.5 vol/vol h"' t?rfT|Re«"JftSrii}ft Ufco J5J*i*lg/ier 
tftit (vol/vol at STP) (i 100 i: Lfc, /jJ*3, ffiifi»^{C{i^B|;<f ;^ 25 vol%^#tf7jc^ 

^fflv^fco Sic; 500 f^m'^(DmmfSi.mmi^iiii:i.. i^n^ o. i wt. ppm &.r. ^tzmmfSL 

^iS0i| 5 

B^S^e^ 5'<^^^ 4 Tk^igj 15. 0 g imSfeffifS 6 A(.fa^ 54. 8 g ^ 1200 ml <0^ 

fc. #e>ix]titJ8:4feHi:7KifeflsTyi'5 = ^>Ai^5|c le. i g SrSSSPL, JfffifigM 
S-e^J^ 1.6 inoi*<Z)tt;|^{r^S!L, 350t;-^ 24 f^raj!SfefigLTife^k::iy-^>'W 15 ?rt%. Ml 
flSffilB 50 wt%. fiHfcT/W5=?^i^ 35 wt%0«!fiE E S:#fc, ttjjSE E (^Jt^ffiStt 203 
rf/g, 40'C-C<O-g6^bM®^» (STP) 6.1 ml/g fco/c. ttiSE E 10 g ^i^^L. M 
330*C, JE;^15 kg/cm* (1. 47 MPa) "C 3 I^^tK^Stc L, CiXlC^li^^. M 240t:, ffi 
:^ 15 kg/cm- (1.47 MPa), LHSV 3.0 vol/vol h"' -CitflRefl-jft^iitt LVto ^Jii^JTiCl^/fl- 
jftit (vol/vol at STP) li 100 t l^fto RJC 500 «FMf^(^aiSiafiEfl-*<4:K{4, fifEll^)- 

0.1 wt.ppni SIT. ^ftmmsimnmtim^mm-vih^ito «ims.j$:^^i^TWLm^<om^ 

ftil-=5"iryl' 4 ;*:^<K> 20. 0 g tmSStWiB 2 Tkftl'fe 56. 6 g 4r 1200 ml <D^:i->'^1S^ 
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n^-Qi^-m 1.6 mm4,<D^m^mmv. 4oo'ct' 24 »^raj!jgfijtL-cfife^ii=./^/u 20 wt%, m 

it^^ 70 wt%. SStitT^l^^-C^J^ 10 wt%ODttj« F =£:#yt, MSE F ©Jt^aSSfi 165 

m^/g. 40'CT-o-SHblll^Si^S: (stp) 6.? mi/g td-otco ttjSE F 10 g ^mf¥L. taffi 

aoor, J£:fj20 kg/ca? (1.96 MPa) 3 I^W;4cmig5c L, ^tllC^m^. M 220t:. IE 
J'J 20 kg/cm== (1.96 MPa), LHSV 4.0 vol/vol h ' -Crt7flRett"Jffi*iitft L;t„ /i*S7K^/Jtr 
fflit (vol/vol at STP) li 40 <t Lfc KJS 500 l^ffig&COag«ltt«t*Tffltt^^tt, «£|li> 
0.1 wt.ppni ar, *fca§flfllftfiE*rJftH:*!lfeSWt?fco;fco Bifi6S;St»{-T»Effl!l--<^>il<t 

S^;:^ 4 24. 9 g tmSSt^ 2 ^jcSllSJ 56. 6 g Sr 1200 ■! <D>f :^>'^tSk^ 

ito nhi^tL^tmm^^y -T/u^-f-nM 1.5 g sr^Jnu, ^^m^mm. t^mmm^x-^^ 

m 1.6 mm<j,<Dtii^iC^mL. 400t:T- 24 mm^^Cxmit=^ y ^^l^ 25 wt%, Sf-fkffilB 
70 wt%, K-fbT/P5 = ^>A5 wt%<DttiaaEG^r#fc, ttj«EG<^ltMm*il58 inVg, 40t: 

x(D~mitmm^mm (stp) 6.9 mi/g ttatc 10 g ^m^v, 200^:, je 

;^ 20 kg/cnf' (1.96 MPa) t? 3 i^ffljkSgaiTc L, rttJ::5l|^#, M 200'C, m:h 20 
kg/cm^ (1.96 MPa), LHSV 5.0 vol/vol h** -CrffJRe^rJft SriiJft L/c, /jJ*5*^/*T*H: 
(vol/vol at STP) fi 50 t LfCo SJJ^ 500 NFK^(0^gM?^*r?ft^4^^«:. 6ftM^ 0.1 

wt. ppm JiiAT. *:fct^Sffiii^*rfft«*SfeiSWT-foofco 184j^*S't^{cTiiflil--<^JS^t:7k§g 
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5811= ytr/u 6 7kfp#) 3. 5 g tm&tMS^ 2 Tkfti^fe 56. 6 g iSr 1200 ml <D-^ 2j-:^Sf«l;jtctw 

1 tmmi^. lo wtroOj^sfr^'^^e^At 15 wt%T>'*=iT7kM 

TM2i^^|£iS$-&fc« #e>i^;fc^t^e'fe)^cv-Ty^5•:^t&7|^8. 1 gSr^pU, ^5)-3S«feS&, 

J«PtH^^IS-e^?^ 1.6 tm<t><r>^m^^ML. SlO'C-C 24 f^ra«fe^bXfife-fk= y'Jr/l, 3 
wt%. fife^kffi|»70 wt%, ife^TyU^^r^^ 27 wt%<©tt!gta^#^. Abj^ a (OVcmm 
Iil91 mVg. 40'C-e<^-fifeik^ig«»^S (STP) 3.3 inl/gfc*ofco ttHia 10 g4ri^L, 
400'C, GE;^ 1 kg/cm^ (9.80X10-^ MPa) "C 3 NrPslTK^iSTc L. r.ix{c:§|i^t . ja^ 
400^:, EEj'J 1 kg/cm' (9. SOX 10"* MPa). LHSV 0.1 vol/vol h * -CffiKe«"iffi (=«:^^^ 
fiSH^J- 50 wt. ppm) Sriijft Uyto JSJ*?**/*!*!* (vol/vol at STP) tt 300 i L 

tio 500 f^m^<Dmmmittfiimtn. mn^ o.s wt.ppm. iLidsm.im.t^m^m 

fl^^=. y^/l' 4 TKiftlife 20 g tmf^M^ 6 TkfDigJ 87. 7 ■k 1200 ml CO^f 

^ix.i:%^mm.Wi. 9^VA^mmx9\'i^ i.e um4><r>^m^^m\^. 4oot:-e 24 mmm^i. 

xmit-y^/i- 20 wt%. mit^iO 80 wt%(7)tti^ b i^r#fco mm b cott^S^li 10 

m^/g, ^ox^xff^-mitmmmmm (stp) s.s mi/g fc*ofco mmt 10 g ^si^l, as 

380*0, f±t) 10 kg/cm^ (9. SOX 10"' MPa) X 3 ^W?k^iS7cL, ^ ^ 
35010, JE;^ 10 kg/cm* (9.80X10"' MPa), LHSV 0.5 vol/vol h"' -t?rtT|g&*T}ft&^iiJft Lvto 
JidSTk^/iTjfttt (vol/vol at STP) fi 200 t LfCo SJ£ 500 I^Wm<7)BIISlft«t*r*i44^ 
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ittgtms 

mik=- y 6 17. 5 g tmm.Mi& e ;^<jFo^ 27. 4 g 1200 mi <o-Y 2|-:/3gijfek 

it, #btLfe«tS'Knc7}ciftfliT/i'$=e'At&m 27.5 g Sfssjpu, ^¥t^fi£S! 

SST-^f^ 1.6 mm<)«Oli<^{C^^L. 370^:^? 24 I^^Sfe^LTil^k^ «y '^/W 15 wt%. il 
itm.^ 25 wt%. fife'(kT/U5:=^^^i^ 60 vt%(DfAm c %:nt:Lo c COtt^ffiffifi 

240iii*/g, 40'C-X^<D-'mitmm^m& (STP) 4.5 ml/gfc'oTt, ttjft c 10 g «:i^#L, £ 
a? SeCC, 8 kg/cni» (7.84X10-»MPa) t? 3 l^fflzk^iSTcL, lilt 

SSCC. E;^8 kg/cnP (7.84X10"' MPa), LHSV 2.0 vol/vol h"' t?ftT® S^TJftSriSjft L;/t. 
^'jJ^iTk^/tt-jffitt (vol/vol at STP) 150 t 500 I^IW^<^^!?«!a«Efl"«tt^^ 

fiHgf- y 'i^>'i' 6 ?Jc^4ftJ 40. 9 g irg^illE^ 2 40. 5 g 1200 ml <D^ :^>'i51ft;*cJc 

mhixtLttskm^7kmitT^u^=.'^j>.mM 27.5 g ^^u. ^^isi^^, ffm^Msi-e 

^Jg 1.6 iBn«<Z)tt*^|J:fKML, 370^:-^ 24 I^WSfefig LTilfl2= 3/ -ir/U 35 wt%. ifefkffi 
IS 50 wt%. il<kT/W5 = '>A 15 wt%(Omm d ttsHE d Ott^gpStt 173 mVg, 

40'C-eo-gjKkMi»«« (STP) 3.7 inl/gfco;fco ttStd 10 gSri^^L. M 330^. 
BE:f3 15 kg/cm^ (1.47 MPa) 3 ^^tK^jStcL. wtt{c5|ij^#. &m 240*C, JE;/? 15 
kg/cm^ (1.47 MPa). LHSV 3.0 vol/vol h * "emiSe^Tja^iiJft Ufco ^j:*J7K^/*Tjl6tt 
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(vol/vol at STP) li 100 t L^h. SiS 500 l^ra^<^j3iiK«ifiS*r»<4tftfi, 0. 2 

5, 4 Tkft'fe 5. 0 g <i: mmSMl^ 6 Tkfil'fe 21.9 g Sr 1200 ml e^)-!" :d->5S«l;iCjJ: 

nhthtiitmmcy -Tfv^-rn^ 22.5 g ^mmx^. ^^^mmm. i^m^m^x-^m 

1.6 tm4>(^^^i^^M\^. AO0X:-C 24 NfFfliglEfife LTfife^b^^ 5 wt%. fife^fclEfiJ 20 

wt%, fifefl:r>'W$=^'J^A75 wt%(Ott««!E e ttiK e (ZJtfc^aSStt 263 a^/g. 40'C-e«?5 

-ilfkmKiia^fi (STP) 5.0 mi/g fcoysio miE e 10 g fflS soot:. ffi:^ 20 

kg/cm* (1.96 MPa) "C 3 I^^Tk^ilTcL, m{J:5l«c#s 22010. ffi;^ 20 kg/cm* 

(1.96 MPa). LHSV 4.0 vol/vol h"' -CifT^^iTjft^iifft L/Co /i:*57K^/fl'?ftit (vol/vol 
at STP) ttSOtUfc, SJS^500^ram<Oi5g;KlKJ»g«-Jft144^tt. ^^^^0. 1 wt. ppm JgiT. 

5Bfie— S"iryP 6 tK^*^ 17.5 g tm^^iQ 6 7k?pi^ 27.4 g ^ 1200 ml CO-Y ;*->'^Jil7k 

ft, mhtit^iitjS[<ii9\^y-Tju?,-r^^M 18.0 g «:ssinu, ^^mm^. ^fta^Mss-c^ 

?g 1.6 mm^e^at^tw^SU, S?©^:^ 24 l^^jSfe^ UTflfe^b= iX-ir^P 15 wt%. K{ta6«e 
25 wt%, SStitT/l-i-^J^ 60 wt%05«!«!E f #fco ftfeSSE f Oifc^Mfi 240 m^/g, 40t: 
T'0-g!f<k^^!»^S (STP) 5.8 ml/g ycofc, ttJi f 10 g ^i^l^L. iBS 360t:, 
20 ke/cB? (1.96 MPa) T 3 i^^tK^StcL. 31 tu{c:5liBg# , taSf 480'C, ffi;^ 8 
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kg/cm^ (7.84X10 ' MPa), LHSV 2.0 vol/vol h"* -CrtfJES^TiftSriitt U^fco ?i*57k*/fl' 

mtt (vol/vol at STP) 14 150 t L^t, Rj& 500 I^KS^<Dai«J8iia<T»tt4^r±, 

0.1 wt.ppm tAT. *^aia^lttS£fl-JftW:||^LfCo Jffil^SfStf lwT»Effla'^0«fEfl:;Jc^<D8J 

g^fife^yJr/U 4 ^fa^ 15.0 g i:«8S61Ei& 6 ?JcfR#r 27, 4 g Sr 1200 ml <^>r :t V?S«|7k 
^•^9m 1.6 iM«cOttW-^ML. 370'C-C 24 f^KjUHric LTife^t= y ^-'U 15 wt%. US 

fmSk 25 wt%, SMbT/i^ 5 = A 60 wt%(Z>«S!E g #yi:„ MtflE g <r>\ScMWmi 240 m^/g, 
40'CT?(Z>-ife^kMil>»M (STP) 5.8 inl/g:fe*ofco Ml^Kg 10 g«:«r#L. M360t:. 
mti 20 kg/cm^ (1.96 MPa) T? 3 l^fflTkiSilTC ^ixJ-^lil^t. fig ISOt:. ffi;^ 8 
kg/cm'' (7.84X10"' MPa), LHSV 2.0 vol/vol h"' -CrfilR 6*7*6$: Lfc„ /.e*37K^/*T 

jftit (vol/vol at STP) 150 <t u^s:, sjc? 500 nw$L<om'SLWLm:imsLmi. fiSH^ 

»K=s"Jr/i'4 7kfti4ft 20 g 1200 ml o>r 3j->'55»*lw^«$-e:. ^Jfefd 1 

24 g sr^AnL, ^h^^iti^mim.. w^^msrr^m^y i.e iiin<.<^a«ti'^^L, 400*0 

T? 24 f^PflJgfetSLTK^k=^y'JryU 20 wt%, S^-fcTyW 5 = ^ 80 wt%<OttaE h #fCo tt 
fflE h (OtfcMSftt 270 m^/g. 40t:T-<O-SJ^kil3g!a« (STP) 5.9 nl/gfcofCo ttfflE h 
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10 g SrfiTff L. US. aStfC, mtt 10 kg/cm^ (9.80X10 ' MPa) T 3 l^i^k^STcL, ^ 
ixtC?|«g#. iaS 350*0, 10 kg/cm* (9.80X10-' MPa), LHSV 0.5 vol/vol h ' -Citi 

flSefl'jft^iittUyto ''£*37k^/*rfftlt (vol/vol at STP) li 200 <t LfCo BJilg^JCIij^ 
gl:^/;^ 25 vol%^^•^^^?^cmS:fflv^fco 500 i^ftm<^SRSB£fi£rt"Jftttt^tt> f^m^ 
0.9 wt.ppm, aig[ltt66<TfftttM&^W:/£oyto IKfiKSf&f J-Tffi«l'^<o«t>fb7k^<o8fctil 
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mmSimm lO mi SrSaS SeO'C, IE^J S kg/cm* (?. 84X lO-> MPa) -e 3 I^Tk^ilTC 

M 330t:, f£tl 8 kg/car' (7,84X10' MPa). UKV 2.0 vol/vol 
h-'T?iti|Refl"»^iiJftLfc„ ^(Df^(D:^mmmtt (vol/vol at STP) |± 150 i Lfco S 





1 












360 


JE;^ (kg/cm*) 


8 


(ffi;^ (IlPa)) 


(7.84X10-') 






mm cc) 


330 


JE;^ (kg/cB*) 


8 


(mtl (MPa)) 


(7.84X10-') 


LHSV (vol/vol h"') 


2 


(vol/vol) 


ISO 


i^fie;?/;^^« (voi%) 












iSfl^ (wt. ppm) 


1 




Jfof9 



4)-|i0.8 wt.ppm *-CLd»J8ifiE-C#/£*»oyi:, i3»lr. H:«0«l 4 td^-T J: 5 mit.=- y'!r 
>'l'«l^^^«*S#--r^S*&^ (35 wt%) ONOMSfi 3.7 ml/g t ^y^^/l-ric 
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m^=^y^f^^%'^^&i-± 5~20 fiS%;6SJ:«J^?*U<, 10~18 l[fi%0D«Ba*s®t» 

mi}iM<0~y'^?v (in) Ji-eiitTU^V^fc*T% gf-fklEI&Sr^^r^-arS ^ i: T*^ y '^'/W 
(itt!lE«2) ■CH:lfcM«:5S<irr**5fcJ6fc. MS^t'rofiSll^li 0. 2 wt. ppm {ciS^o^tp 
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IS ^ <^ 4S S 

^^m<o-^Wrmz.nv. ~y^f\'^^<o'^^mtmit=^y^^^^M-Q 5~25 

ft;aei&«>'g^Wft*S 30~70 fiS%-C*> t) . 360t:-C*ltfjS7cS^> l kg/cm* (9. SOX 10-* MPa), 
40'Ct?<D-ifefl2M^!»3iffi:6S«SJ|it>t®«||SfC 4.0 ml/g etJi-efcl?. tfc^radS 10~300 

2. 7K^#^ETs M/JS 200~400'C> JEE:^;iSl~20 kg/cm^ (9. SOX 10-^~1. 96 MPa)<D|6 
200~400't:> 1~20 kg/cm* (9. BOX lO"*— 1. 96 MPa). LHSV 0. 1~5 (D^WQ. 
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